Application No.: Not Yet Assigned 



Docket No.: KOM-140/INO/DIV 



REMARKS 

This application is a divisional Application of Application No. 10/01 1,815, filed 
December 11, 2001. This preliminary amendment is made to cancel claims 1-20 and add new 
claim 28 and amend claims 21-26. Claims 21-28 remain in the application for prosecution on 
the merits. No new matter has been entered. 

Entry of the foregoing amendment prior to examination is respectfully request. Should 
there be any questions regarding the application, the Examiner is invited to telephone the 
undersigned at the telephone number listed below. 

Dated: December 17, 2003 Respectfully submitted, 



\ Kananen 
Registration No.: 24,104 
)ER, FISHMAN & GRAUER PLLC 
P1233 20th Street, N.W. 
Suite 501 

Washington, DC 20036 
(202) 955-3750 
Attorney for Applicant 
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AMENDMENTS TO THE DRAWINGS 

The attached sheet(s) of drawings includes changes to Figure 1 . 

Attachment: Replacement sheet 

Annotated sheet showing changes 
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